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AB Unsatd. polyesters for gel coats are prepd. from unsatd. dibasic acids or 
anhydrides thereof and ethoxylated or propoxylated hydrogenated bisphenol 
A. Thus, Bisol H-3PN-fumaric acid copolymer 60, styrene 25, 
tris (2-hydroxyethyl) isocyanurate triacrylate 15 parts were mixed with 50 
ppm hydroquinone and 2.0 parts Aerosil 200, mixed (100 parts) with 1.5 
parts Percure HO and 10 parts pigment, sprayed on a mold, and cured to 
form a gel coat . 
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